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CLAIMS 

This listing of chums will replace all prior versions, and listings of claims in the 
application. 

1 . (Original) A coating material comprising: 



Alkvcl/Enoxv resin 


24-48% 


TiO; 


24-48% 


Talc 


9-22% 


Calcined Clay 


X)-30% 


Catalyst 


0-1% 


Colorant 


0-J% 


Barytes 


0-5% 


Nilsctl 17 


0.1-0.2% 


HapcoNXZ 


0.05-0.1% 


Dispersitol 


0-0.1% 


BorchiGOI,E2 


0.5-0.8% 


Solvent 


q.s.. 



and reaction products thereof. 

2. (Original) The coaling material according lo claim l t wherein the amount of calcined 
ehiy is at least 4%. 

Claim 3. (Cancelled) 

4. (Currently Amended) The f>aefeaging coaling material of claim 3 i, wherein the coating 
material is based on alkyd. 

5. (Currently Amended) The packaging coating material of claim £ L wherein the coaling 
m.iu-rial is based on urclhane alkyd. 
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6. (Currently Amended) The packaging coaling material of claim 3 1, wherein the coaling 
notorial is based on epoxy. 

7. (Currently Amended) The )**ekaging coaling material of claim -3 1, wherein the coaling 
in.iii'rial is based on urcthanes. 

Claims 8-20. (Cancelled) 
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